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© Method of forming an oxide film. 



© A method of forming an oxide film and a method of manufacturing an electronic device utilizing the oxide 
film is disclosed. A silicon oxide film Is formed on a substrate by sputtering. Therefore, the film formation is 
carried out at a low temperature. The sputtering atmosphere comprises an oxidizing gas and an inert gas such 
as argon. In order to prevent fixed electric charges from being generated in the film and to obtain an oxide film 
of good properties, the proportion of argon Is adjusted to 20% or less. Alternatively, a gas including halogen 
elements such as fluorine is added to the above sputtering atmosphere at a proportion less than 20%. Hereupon, 
alkali ions and dangling bonds of silicon in the oxide film are neutralized by the halogen elements, whereby a 
fine oxide film Is obtained. 
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METHOD OF FORMING AN OXIDE FILM 



CKGROUND OF THE IN 'B ' 
Field of the invention 

5 The present invention relates to a method of forming an oxide film and further a method of 
manufacturing an electronic device utilizing an oxide film. 

Description of the Prior Art 

w in recent years, researchers are attracted by thin film transistors utilizing non-single crystalline 
semiconductor thin films. 

Conventionally, such a non-single crystalline semiconductor thin film is formed on an insulating 
substrate by chemical vapor deposition, so that a temperature during the film formation is as low as 450° C 
or less. Therefore, soda-iime glass, boro-sliicate glass, and the like can be used as the substrate, 

is The thin film transistor recently attracting researchers is a field effect transistor (simply referred to as 
FET) having the same function as that of MQS FET. The size of the thin film transistor is limited only by the 
size of the apparatus to be used for formation of a semiconductor thin film constituting the transistor, so that 
it is easy to form transistors on large-sized substrates. Si film transistors are promising. 

For example, the large-sized thin film transistors can bo used as switching elements oi liquid crystal 

20 displays having a lot of pixels in the form of matrix or switching elements of one dimensional or two 
dimensional Image sensors or the like. 

it is possible to implement a conventional fine processing to the semiconductor thin films. Hence, the 
thin film transistor can be formed by means of a conventional fine processing, for example photolithography 
technique. And It is also possible to make the thin film transistor integrated as a function element of a part 

25 of monolithic IC. 

Referring to Fig.2, a typical structure of a conven on t nsistor c „^ en < ilustrated. 

Source and drain electrodes 24 and 25 are provided on an insulating substrate 20 made of glass and 
source and drain regions 22 and 23 are provided on the source and drain electrodes 24 and 25 respectively 
and a non-single crystalline semiconductor thin film 21 is provided on the substrate 20 and a gate insulating 
30 film 26 is provided on the semiconductor thin film 21 and a gate electrode 27 is provided on the gate 
insulating film 26. 

In the thin film transistor, electric current flowing between the source region 22 and the drain region 23 
is controlled by a voltage applied to the gate electrode 27. 

A gate oxide film constituting such a thin film transistor was conventionally formed by exposing a 
35 semiconductor material io thermal oxldati n i I thermal CVO undes a reduced oi atmospheric pressure, 
or the like. 

Electric characteristics of the thin film transistor largely depend on the quality of a channel region of the 
semiconductor film and the quality of the gate insulating film. For this reason, a gate insulating film of 
particularly good quality has eagerly been required. 

40 In the case of the formation of the gate oxide film by exposing a semiconductor material to thermal 
oxidation or by thermal CVD under a reduced or atmospheric pressure, the temperature during the 
formation of the gate Insulating film should be as high as approximately 600° C in order to obtain a thin film 
transistor of good electric characteristics. So that, a heat-resistant substrate material such as quartz glass 
had to be utilized though it is expensive. 

45 With respect to a meihod for forming a gate insulating film at a low temperature, a plasma CVD and a 
sputtering method utilizing an argon gas for sputtering are well-known. This sputtering method is imple- 
mented in an atmosphere comprising a large amount of argon, specifically an atmosphere comprising 100 
to 80 volume% Ar atoms and 0 to 10 vo!ume% oxygen. This is because probability of an atom or a cluster 
of atoms being dislodged from a target by collision of one inert gas atom, for example one Ar atom, is high 

so (in other words, sputtering yield of Ar gas is high). However, in both the plasma CVD and the sputtering 
method using a large amount of argon, the gate insula! lg film invo - j. ine ja 

elements such as Ar) which was involved in a target or existed in a chamber during the CVD or the 
sputtering, resulting in generation of fixed electric charges in the gate insulating film. Further, ions of the 
elements bombard a surface of an activated layer In a thin film transistor and thereby give a damage 
thereto. Hereupon, a mixed layer of the activated layer and the gate insulating film Is formed in the vicinity 
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of an interface between the activated layer and the gate Insulating film. As a result, interfacial level is 
formed at the interface and a thin film transistor of fine characteristics cannot be obtained by any of those 
methods. 

It has been attempted to form a gate insulating f :lm by a photo CVD methc j, ai interfi I ievs 
5 density of the gate insulating film was about 2x10 ,s aV~'cm"" z , almost the same as that of a thermal 
oxidation film. However, the photo CVD method required a long period of time, In other words, the film 
formation speed was extremely slow, so that the photo CVD method was not suitable for an industrial 
application. 

Referring now to Pg. 7, a network of silicon oxide formed by sputtering in an atmosphere comprising a 
w large amount of argon is illustrated. Symbols 0 in the drawing indicate oxygen or silicon and symbols X 
indicate dangling bonds of silicon. A silicon oxide film including a gate insulating film is not dense when 
quantity of fixed electric charges is large in the silicon oxide film. The larger the number of dangling bonds 
of silicon in the silicon oxide film is. the larger the quantity of fixed electric charges is. And the larger the 
number of Ar + in the silicon oxide film is, the larger the quantity of fixed electric charges is. Ar* and Ar 
75 tend to stay inside the silicon oxide network as illustrated in Fig.7 (Ar + and Ar do not tend to be substituted 
for Si or 0 in the network). In fact, numbers of dangling bonds of silicon tend to be generated in the silicon 
oxide film when the silicon oxide film is formed by sputtering in an atmosphere comprising a large amount 
of argon. This fs partly because internal stress is generated in the silicon oxicie film by Ar or Ar + present 
inside the silicon oxide network and partly because defects are formed in the silicon oxide film by 
20 bombardment of argon with the silicon oxide film during sputtering 

SUM MARY OF THE INVENTION 

it is an object of the present invention to provide a method of forming a dense oxide film by sputtering, 
as It is another object of the present invention to provide a method of forming a dense gate oxide film by 
sputtering. 

it is another object of the present invention to provide a method of manufacturing a thin film transistor of 
high performance at a low temperature. 

It is another object of the present invention to provide a method of manufacturing a thin film transistor of 
30 high reliability at a low temperature. 

It is another object of the present invention to provide a method of manufacturing a thin film transistor of 
high performance at low cost. 

It Is a further object of the present invention to provide a method of manufacturing a thin film transistor 
of high reliability at low cost. 

35 An oxide film in accordance with the present invention is formed by sputtering, so that the formation 
thereof can be carried out at a low temperature. 

A gate oxide film in accordance with the present invention is formed by sputtering, so that the formation 
thereof can also be carried out at a low temperature. 

The sputtering is implemented in an atmosphere comprising an inert gas and an oxide gas or an 
40 atmosphere comprising an inert gas, an oxide gas, and a gas including halogen elements, wherein the 
proportion of the inert gas is small in the atmosphere. If the Inert gas occupies a large proportion of the 
atmosphere during sputtering, the formed oxide film involves numbers of inert gas elements, which results 
in generating fixed electric charges in the oxide film, in particular, in the case of sputtering in an 
atmosphere comprising much inert gas of large mass such as argon, the inert gas bombards the oxide film 
is during the film formation and causes a lot of defects in the oxide film. As a result, fixed electric charges are 
generated due to the defects. 

When a soda-lime glass, which is cheap, is used as a substrate, a device formed on such a substrate 
should bs manufactured at a low temperature so that the higr rformanc and the reii / of f 
are not degraded by the soda-lime glass, in manufacture of a device comprising an oxide film, the oxide 
so film may be formed by sputtering in accordance with the present invention or subsequently may be further 
annealed by means of laser or laser pulse. Further in manufacture of a device comprising a semiconductor 
layer,, the semiconductor layer may be annealed by means of laser or laser pulse. The oxide film and the 
;ucto jyt £ ' lot elevated to a high temr. mature ring She laser i jus* 3 iser 

energy is very concentrated and also the temperature of the substrate does not exceed 300 'c during the 
55 laser annealing, so that a cheap soda-lime glass can be used as the substrate. 

Concerning the gate oxide film formed by sputtering, a relation between the proportion of the argon gas 
during sputtering and an interfaciai level at the interface between the activated layer and the gate oxide film 
and a relation between the proportion of the argon gas during sputtering and a flat band voltage were 
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studied. From the study, it was found that both the interfacia! level and the fiat band voltage iargeiy 
depended upon the proportion of the argon gas. The interfacia! level exerts an Influence upon the 
performance of the gate oxide film. 

Fig.3 is a graphical diagram showing the interfacia! level versus the proportion of the argon gas. The 

s proportion of the argon gas in this case means a volume proportion (the argon gas)/(an entire gas 
comprising the argon gas and oxygen {oxidizing gas)) in an atmosphere during the formation of the gate 
insulating film constituting an insulated gate field e I ng. When the volume 

proportion is 50% or less, the inieriacia! levei density of the formed film is about 1/10 of that in the case or 
the use of 100% argon atmosphere as apparent in Fig.3. Fig.4 is a graphica i the flat band 

10 voltage versus the proportion of the argon gas. A silicon oxide film was formed on a silicon semiconductor 
by the method of the present invention, and then an aluminum electrode of 1rnm0 was formed on the 
silicon oxide film by means of electron beam deposition, whereby an insulated gate field effect transistor 
was completed. The proportion of t^c a r gon gas ^ n<=>ar 3 3 -oLts i 
entire gas comprising argon and oxygen {oxidizing gas)) in an atmosphere during the formation of the 

75 silicon oxide film (i.e. gate Insulating film) by means of sputtering. The flat band voltage depends on the 
amount of fixed electric charges existing in the gate insulating film. The flat band voltage tends to be large 
as quantity of the fixed electric charges is large. Also, the flat band voltage tends to be small as quantity of 
the fixed electric charges is small. As seen in Fig.4, the flat band voltage corresponding to 0% argon gas 
atmosphere (i.e. 100% oxygen atmosphere) is 1.0V, which Is the value of the flat band voltage of ideal C-V 

20 characteristic (referred to as ideal voitage hereinafter). That is, when the silicon oxide film formation is 
implemented In an atmosphere comprising 0% argon (i.e. 100% oxygen), a device with idea! C-V 
characteristic can be manufactured. 

As described hereinbefore, it is desirable to form a gate insulating film by means of sputtering in an 
atmosphere comprising less amount of argon. 

as When the volume proportion is no more ihan 20%, flat band voltage is ciose to the ideal voltage as 
shown in Fig.4. As seen from Figs.3 and 4, it is preferred that, in the case of the sputtering atmosphere 
comprising an oxidizing gas and an inert gas, the oxidizing gas should occupy no less than 50%, preferably 
no less than 80%, typically 100%, cf the sputtering atmosphere. Also it is preferred that, in the case of the 
sputtering atmosphere comprising an oxidizing gas, an inert gas, and a gas including halogen elements, the 

30 gas including halogen elements and the oxidizing gas should occupy no less than 50%, preferably no less 
than 80%, typically 100%, of the sputtering atmosphere. 

Sample A and sample 8 each of which comprises sF jle crystaitint or bstrate of 1 to 

20* cm, a silicon oxide tirn involving halogen elements formed thereon by the method of the present 
invention, and an aluminum electrode {gate electrode) of 1mm0 formed on the silicon oxide film were 

35 prepared. The sample A and the sample B were men annealed at 300° C. With respect to the sample A, BT 
(bias-temperature) treatment (A) in which a negative bias voltage was applied to the gate electrode of the 
sample A at 2xl0 6 V7cm at 150* C for 30 minutes was carried out. With respect to the sample B, BT (bias- 
temperature) treatment (B) which was same as the BT treatment (A) except for application of a positive bias 
voltage in stead of the negative bias voltage was carried out. The difference between the flat band voltage 

40 V A of the sample A after the BT treatment (A) and the flat band voltage V a of the sample B after the BT 
treatment (B) was as large as 9V (The difference Is referred to as AV FB { = jV A -V B |) hereinafter). The reason 
why the AV FB was as large as 9V is that positive ions such as alkali ions, for example sodium ions, were 
involved in the samples during the formation of the samples. However, when even a few halogen elements, 
for example fluorine, was added during the formation of the samples, the value of AV FB was largely 

45 reduced. This is because the positive ions such as alkali ions were electrically neutralized by the added 
halogen elements as shown by the following formulae. 

Na* + F- - NaF 
Si- + F-- Si-F 

60 

Besides, dangisng bonas of silicon can be neutralized by the added halogen elements such as fluorine, 
it is known that dangling bonds of silicon can also be neutralized by hydrogen. However, Si-H bonds 
obtained by the neutralization are again decomposed by a strong electric field (e.g. BT treatment), so that 
ss dangling bonds of silicon appear again, resulting in an inierfaclal level. Therefore, neutralization by the use 
of fluorine is preferred. 

Fig.5(A) is a graphical diagram showing a relation between AV FB and a proportion of a fluoride gas. 
Measurement of the AV FB was carried out with respect to samples which had been prepared in the same 
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way as the samples A and B except that formation of silicon oxide dim had be 

in an atmosphere comprising a fiiioride gas and an oxidizing gas. Fig.5(B) shows a relation between the 
proportion of a fluoride gas and dielectric strength which is defined as a voltage gradient in units of V/cm 
corresponding to a ieak current of 1 j.-A. Measurement of the dielectric strength was earned out with respect 

5 to samples which had been prepared in the same way as the samples A and B except that formation of 
silicon oxid8 film had been carried out by sputtering in an atmosphere comprising a fluoride gas and an 
oxidizing gas. In Figs. 5(A) and (S), ihe proportion of a fluoride gas means a volume proportion (the fluoride 
gas)/(t «a c |< > ir the atmosphere. 

There was dispersion in the relation between the proportion of a fluoride gas and the dielectric strength. 

io In the graphical diagram of Fig,5(B), dielectric strength values and their dispersion ranges (a values) are 
shown. When the proportion of a fluoride gas exceeds 20 volume%, the values of the dielectric strength of 
the obtained silicon oxide film are lowered and the o values are increased. So that, the proportion of the 
added halogen elements is preferably no more than 20 volums%, more preferably in the range of 0,2 to 10 
volume% In the present invention. According to SIMS (Secondary Ion Mass Spectroscopy), the amount of 

?5 fluorine in the film was measured to be 1 to 2x10 20 cm' 3 in the case of adding fluorine at a proportion 
(fluorine)/{oxygen) of 1 valume% during the film formation. From this measurement, it is recognized that 
tiuonrte is an element easily involved in a silicon oxide film when added during tiim formation by sputtering. 
However, as recited hereinbefore, when the fluorine was added too much, e.g. more than 20 volurTie%, the 
obtained silicon oxide film was degraded and the dielectric strength of the film was low with large 

20 dispersion. 

in the present invention, any of RF sputtering method, DC sputtering method, and the like may be 
adopted as a sputtering method. However, RF magnetron sputtering method is suitable for the purpose of 
maintaining a stable discharge when a sputtering target Is made from oxide of low conductivity such as 
SiOj or artificial quartz. 

25 As the oxidizing gas used in the present invention, oxygen, ozone, dinitrogen monoxide (nitrous oxide), 
and the like are preferable. In the case of ozone or oxygen, oxygen atoms in the ozone or oxygen might be 
involved in an obtained oxide film, however, the oxygen atoms do not cause fixed electric charges in the 
obtained film since they are main ingredients of the oxide film. Accordingly an extremely fine oxide film 
involving less impurity atoms can be obtained. Besides, since the mass of the oxygen atom is less than that 

30 of an Ar atom, even if such oxygen atoms collide with an oxide film formed on a substrate during the film 
formation, there are few defects caused in the oxide film. Therefore, an excellent oxide film can be 
obtained. 

With respect to the gas including halogen elements, a fluoride gas selected from the group consisting 
of nitrogen fluoride (NF g , N2F4}, hydrogen fluoride (HF), fluorine (F 2 ), or fleon gas can be used. NF3 is 

35 preferable since it is easily decomposed and it is convenient for use. Alternatively, a chloride gas selected 
from the group consisting of carbon tetrachloride (CCI*), chlorine (Ci 2 ), hydrogen chloride (HCI), or ihe like 
can be used. The proportion of the gas including halogen elements, e.g. nitrogen fluoride, to an oxidizing 
gas is preferably 0.2 to 20 volume% in ihe present invention. These halogen elements effectively neutralize 
alkali ions such as sodium existing in a silicon oxide film and neutralize dangling bonds of silicon by a heat 

40 treatment. On the contrary, if the halogen element added to the silicon exide film is too much, there is a 
possibility that the silicon oxide film is somewhat removed in the form of a silicon-containing gas, for 
example SiF 4 . For this reason, the proportion (halogen element)/(silicon) in the silicon oxide film is 
preferably 0.1 to 5 atom%. 

It is preferred to use materials of high purity during sputtering in order io obtain a gate insulating film 

45 containing less impurities. For example, artificial quartz of no less than A N, such high purity silicon as to be 
used as a substrate for LSI, and the like are most preferable as a sputtering target. 

Besides, it is preferred that a gas of high purity no less than 5N is used for sputtering in order to 
prevent impurities from entering a gate insulating film. 

50 BRIEF DESCRIPTION OF THE DRAWINGS 

Figs.1 (A) to (E) show manufacturing steos n a 3 the present 

Fig. 2 is a cross sectional view schematically showing a conver t - S anslstor. 

Fig, 3 is a graphical diagram showing the interfacial level density versus the Ar gas proportion during 
55 formation of a gate insulating film. 

Fig.4 is a graphical diagram showing ihe flat band voltage versus the Ar gas proportion during formation 
of a gaie 

insulating film. 
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Fig.5(A) is a graphical aiagrarr n i rence between fiat band voltages versus the proportion 

oi fluoride gas during formation of a gatft insulating film. 

Fig.5(B) is a graphical diagram showing the dielectric strength versus the proportion of fluoride gas 
during formation of a gate Insulating film. 
s Fig.6(A) is a schematic view showing a magnetron RF sputtering apparatus used during sputtering in 
accordance with the present invention. 

Fig.B^B y ,fiew showing arangomem of magnetic f e a inducing means provided in the 

apparatus illustrated in Fig.6(A). 

Fig.7 is an explanatory view showing a network of silicon oxide in the prior art. 

JO 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
(Embodiment No.1) 

?5 Referring to Fig.6(A), a planar type magnetron RF sputtering apparatus suitable for use in manufactur- 
ing oxide films or electronic devices in accordance with the present invention is illustrated. The apparatus 
comprises a vacuum chamber 31 , an evacuation system 32 consisting of a turbo molecular pump 32b and 
a rotary pu ^ v <• ncd with valves 32a and 32c, a metallic holder 33 fixed in the lower 

side ot the chamber 31 for supporting a target 34 thereon, formed with an inner conduit 33a through which 

20 a coolant can flow to cool the target 34 and provided with a number of permanent magnets 33b, an energy 
supply 35 consisting of an RF (e.g. 13.58MHz) source 35a provided with a matching box 35b for supplying 
RF energy to the holder 33, a substrate holder 36 located in the upper position of the chamber 31 for 
supporting a substrate 1 to be coated, a heater 38a embedded in the substrate holder 36, a shutter 37 
intervening the substrate 1 and the target 34 and a gas feeding system 38. Numeral 38 designates sealing 

as means for ensuring air-tight structure ot the vacuum chamber 31 . In advance of actual deposition on the 
substrate 1, impurities occurring In the targets are sputtered and deposited on the shutter 37 intervening the 
substrate 1 and the target 34, and then the shutter is removed in order to enable normal deposition on the 
substrate 1 . The magnets 33b are oriented to have their N poles at the upper ends and S poles at the lower 
ends and horizontally arranged in a circle as illustrated in Fig.6(B) in order to confine electrons in a 

30 sputtering region between the substrate 1 arid the target 34. 

Referring now to Figs.1(A) to (E), manufacturing steps of a thin film transistor In accordance with the 
present invention are illustrated. 

In this embodiment, a cheap soda-lime glass was used as a substrate 1 . On the substrate 1 , an l-type 
non-single crystalline semiconductor layer was formed by a known plasma CVD. Followings are conditions 

35 of She formation of the above semiconductor layer. 



, 40 



Substrate Temperature 


350"C 


Pressure during Reaction 


0 . 06Torr 


RF Power (13.56MHz) 


100W 


Gas to be Used 


SiH 4 


Film Thickness 


ZOOOA 



so The semiconductor layer was patterned into semiconductor Islands with a metal mask. 

< Jt by means of a known phot ' , - ^ , v 

metal mask. In Figs. 1(A) to (E), reference numeral 2 designates one of the semiconductor islands. 

Then, as shown In Fig. 1(B), the non-single crystalline semiconductor island 2 was crystallized by 
radiating the Island 2 with excimer laser light 3 to be poiycrystalllne of large crystal size or single crystalline 
55 of almost the same crystal size as the size of an element region to be formed. Followings are conditions of 
the radiation of the excimer laser light 3. 
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Wave length of Laser Light 


284nm{KrF) 


Amount of Energy for Radiation 


200!BJ/CS3 2 


Shot Number 


10 


Pulse Width of Laser Light 


30ns 



Then, an N-type non-sing!e crystalline semiconductor layer was formed on the entire surface of the I- 
type semiconductor island 2 by a known plasma CVD method and was subsequently patterned into source 
and drain regions 4 and 5 as shown in Bg.1(C). Pollowmgs are conditions of the formation of the N-type 
non-single crystalline semiconductor iayer. 



Substrate Temperature 


250*C 


Pressure During Reaction 


O.OSTorr 


RF Power (13. 5 8MHz) 


150W 


Gas to be Used 


SiH 4 +PH 3 +H 2 


Film Thickness 


500A 



Concerning the above conditions, a large amount of Ha gas had been used to dilute the above gas and 
the RF power had been relatively high, so that the formed N-type semiconductor layer cor 
microcrystals and accordingly had low electric resistance. 

jn, a gate fatii 6 w e e 70Qi ckness on the substrate having the l-type 

and N-type semiconductor iayers superposed thereon at 300 "C or less in the sputtering apparatus 
illustrated in Fig.6(A) by RF sputtering method. After this, the gate insulating film 6 was patterned by means 
of photolithography technique to thereby obtain contact holes 7 and 8 for contact with the source and drain 
regions as shown in Fig. 1{D). Followings are conditions of the formation of the gate insulating film 6. 



Target 


Si0 2 99.99% 


Reactive Gas 


0 2 100% 


Pressure during Reaction 


o.5Pa 


RF Power 


500W 


Substrate Temperature 


100*C 


Interval between Substrate and Target 


150mm 



Properties of the gate insulating film are as foliows. 
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1/10HF Etching Speed 


67nm/min. 


Dielectric Strength 


9.1MV/cra 


Interracial Level Density 


2,5xl0 10 eV"" 1 cm -2 



to Then, a gate electrode 9, a source electrode 10, and a drain electrode 11 were formed from Ai as 
shown in Fig.1(E) whereby a thin film transistor was completed. 

Threshold voltage (simply referred to as V lh hereinafter) of such a thin film transistor in accordance with 
this embodiment couid be 1V or less On the contrary, in the case of a similar thin fiim transistor to the 
above except that a gate insulating fiim thereof was formed under 100% Ar gas atmosphere, the threshold 

75 voltage could not be 1V or less. 

After a gate voltage was applied to the thin film transistor in accordance with this embodiment in a fixed 
period, V| h thereof was measured. As a result, even after the gate voltage was applied for 1000 hours, rate 
of change of the V, h was only about 0.3, that is, the rate of change of the V !h of the thin film transistor in 
accordance with this embodiment was almost the same as that of a thin film transistor having a gate 

20 insulating film formed by thermal oxidation. From this result, it is understood that localized level in the gate 
insulating film 6 and interracial level between th 1 i 6 arid tlx s micondu c anc 2 were 

hardiy formed. 

Mobility of the thin film transistor formed in accordance with this embodiment was iG0cm 2 A/°S, 

In this embodiment, the gate insulating film 6 was formed by sputtering in an atmosphere comprising 

25 0% Ar gas. Howevei s of fori - • i by sputtering in an atmosphere in which 

the argon proportion R A r is 0%<R A r^20%j there were no problems caused on properties of the thin film 
transistor. In the case of this R AR range, an interval between the target and the substrate is adjusted to be a 
long distance as compared to the case of the 0% Ar atmosphere. Thereby, almost the same quality as that 
of a gate insulating fiim formed by the use o? the 0% Ar atmosphere can be obtained. 

so Further, when the gate insulating film formed by the use of an atmosphere comprising 20% Ar gas or 
less was radiated with exclmer laser light to thereby be subjected to flash annealing, Ar atoms were 
removed from the gate insulating film and accordingly fixed electric charges were decreased in the gate 
insulating film. In addition, when the amount of energy of excimer laser light directed to the gate insulating 
film was increased, the gate insulating film could be annealed and simultaneously the underlying semicon- 

35 ductor layers could be crystallized and therefore the number of manufacturing steps could be reduced, that 
is, a step of crystallizing the semiconductor island 2 by means of radiation of excimer laser light 3 shown in 
Fig. 1{B) couid be omitted. 

In this embodiment, a turbo-molecular pump which does not cause a back-diffusion of oils and the like 
from evacuation system was utilized in combination with a rotary pump to evacuate a vacuum apparatus for 
to forming a thin fiim transistor, so that no influences were exerted on the properties of the gate insulating film 
and the underlying semiconductor layers. 

In this embodiment, a thin film transistor of extremely tine properties could be formed at a low 
temperature. 

Further, the generation of fixed electric charges in a gate insulating film could be avoided as described 
45 hereinbefore, so that it was attained to provide a thin film transistor of less property change and high 
reliability for use in a long period of time. 

In this embodiment, in order to form a gate insulating film by sputtering, SiOs was used as a target. In 
stead of the SiOztarget, a high purity silicon, e.g. a single crystalline silicon or a poiycrystalline silicon, 
having a purity of 99.999% or more may be used as a target. 

50 

(Embodiment No.2) 

Referring to Figs.l(A) to (E), manufacturing steps of a thin film transistor in accordance with this 
embodiment are illustrated. 

55 In this embodiment, a soda-lime glass having a blocking layer such as silicon oxide or silicon nitride 
provided thereon was used as a substrate 1. On the substrate 1, an l-type non-single crystalline 
semiconductor layer was formed by a known plasma CVD. Foilowings are conditions of the formation of the 
above semiconductor layer. 
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Substrate Temperature 


350'C 


Pressure during Reaction 


O.OSTorr 


RF Power (13.58MHz) 


100W 


Gas to be Used 


SiH 4 


Film Thickness 


2000A 



The semiconductor layer was patterned into semiconductor islands with a rnetal mask. 

The patterning may be carried out by means of 3 known photolithography technique instead of the 
metal mask. In Figs. 1(A) to (E), reference numeral 2 designates one of the semiconductor Islands. 

Then, as shown in Fig. 1(8), the non-single crystalline semiconductor island 2 was crystallized by 
and 2 it--- ? in a polycrystalline structure of large crystal size or in a 

single crystalline structure of almost the same crystal size as the size of an element region to be formed. 
Foliowings are conditions of the radiation of the excimer laser light 3. 



Wave length of Laser Light 


284nm(KrF) 


Amount of Energy for Radiation 


2O0mJ/cm 2 


Shot Number 


10 


Pulse Width of Laser Light 


30ns 



Then, an N-type non-smyif onductor layer was formed on the entire surface of the I- 

type semiconductor island 2 by a known plasma CVD and was subsequently patterned into source and 
dram regions 4 and 5 as shown in Fig. 1(C). Foliowings are conditions of the formation of the N-type non- 
single crystalline semiconductor layer. 



Substrate Temperature 


250*C 


Pressure During Reaction 


o.osiorr 


RF Power (13. 56MHz) 


150W 


Gas to be Used 


SiH 4 +PH 3 +H 2 


Film Thickness 


500A 



Concerning the above conditions, a iarge amount of H? gas had been used to dilute the above gas and 
the RF power had been relatively high, so that the formed N-type semiconductor layer comprised 
mlcrocrystals and accordingly had low electric resistance. 

Then, a gate insulating film 8 involving fluorine was formed to be lOOOA in thickness on the substrate 
having t-type and N-type semiconductor layers superposed thereon by the use of a reactive gas including 
at 300° C or less in the sputtering apparatus illustrated In Fig. 6(A) by RF sputtering method. 

9 
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Subsequently the gate insulating film 6 was patterned by means of photolithography technique to produce 
contact holes 7 and 8 fot conta< i j re as shown in Fig. 1(D). Foliowings are 

conditions of the formation of the gate insulating film 6, 



Reactive Gas 


0 2 95volume% 
NF 3 5volume% 


Pressure during Reaction 


O.OSTorr 


RF Power 


500W 


Substrate Temperature 


100*C 


Interval between Substrate and Target 


150mm 



ao Artificial quartz or a high purity silicon, for example a single crystalline silicon or a poiycrystalline 
silicon, having a purity of 99.999% or more was used as a target. 

Then, a gate electrode 9, a source electrode 10, and a drain electrode 11 were formed from A1 as 
shown in Fig. 1(E) whereby a thin film transistor was completed. 

Threshold voltage (V th ) of such a thin film transistor in accordance with this embodiment could be 1V or 
25 less. 

After a gate voltage was applied to the thin film transistor in accordance with this embodiment in a fixed 
period, V !h thereof was measured. As a result, even after the gate voltage was applied for 1000 hours, rate 
of change of the V !tl was only about 0.3, that is, the rate of change of the V. h of the thin film transistor in 
accordance with this embodiment was almost the same as that of a thin film transistor having a gate 
so insulating film formed by thermal oxidation. From this result, it is understood that localized level In the gate 
insulating film 8 and interfaclal level between the gate Insulating film 6 and the semiconductor island 2 were 
hardly formed. 

Mobility of the thin film transistor formed in accordance with this embodiment was about 100cm 2 A/.S, 

When a gate insulating film is formed by sputtering in an atmosphere in which the argon proportion R AR 
35 is 0%<R A rS20%, an interval between the target and the substrate is adjusted to be a long distance as 
compared to the case of forming a gate insulating film by sputtering in an atmosphere comprising 0% Ar. 
Thereby, almost the same quality as that of a gate insulating film formed by the use of the 0% Ar 
atmosphere can be obtained. 

Further, the gate insulating film formed by the use of an atmosphere comprising 20% Ar gas or less 
40 may be radiated with excimer laser light to thereby be subjected to flash annealing. By this flash annealing, 
halogen elements such as fluorine involved in the gate insulating film can be activated and neutralize 
dangling bonds of silicon, so that fixed electric charges can be decreased in the gate insulating film. 

When the amount of energy of excimer laser light directed to the gate insulating film was increased, 
fluorine and sodium involved in the gate insulating film underwent neutralization by virtue of the energy of 
45 the excimer laser Sight and simultaneously the underlying semiconductor layers could be crystallized and 
therefore the number of manufacturing steps could be reduced. 

In this embodiment, a turbo-molecular pump which does not cause a back-diffusion of oils and the like 
from evacuation system was utilized in combination with a rotary pump to evacuate a vacuum apparatus for 
forming a thin film transistor, so that no Influences were given to the properties of the gate insulating film 
so and the underlying semiconductor layers. 

The halogen element used in this embodiment was fluorine. This is because fluorine is active and 
strongly effects neutralization and has mass less than other halogen elements. However, chlorine or 
bromine may be used instead. 

in the present invention, an oxide film can be formed at 300 *C or less by sputtering. Further in 
55 manufacture of the transistor of the present Invention, all the manufacturing steps can be carried out at 
350 °C or less. Due to the formation under such a low temperature, giass substrates, e.g. soda-lime glass 
substrate, can be utilized. 

Since other modification and changes (varied to fit particular operating requirements and environments) 
10 
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will be apparent to those skilled in the art, the invention is not considered limited to the examples chosen 

for purposes ' 1 ■ . ure, and covers ail changes and n J 

from the true spirit and scope of this ■• e tioi ; <amples are as follows. 

Although the non-single crystalline duct 3 and was radiated with laser to thereby obtain a 

6 single crystalline or poiycrystaiiine semiconductor island in the foregoing embodiments, a non-single 
crystalline semiconductor island which is not subjected to laser radiation may be used in place of the single 
crystalline or p< ' c tor island. 

Further, although the transistor formed in the foregoing embodiments was that of stagger type as shown 
in Fig.1, a transistor of reverse stagger type or an insulated gaiy K i •io^j:r u 'i.i'-j'ij a 

10 monolithic IC which has a sing cryst? - 1 con layer rather than a non-single crystalline silicon layer can 
also be manufactured by application of the method of the present invention. 

Furthermore, a transistor of vertical channel type as well as a transistor of horizontal channel type, e.g. 
an insulated gate field effect transistor of these types, can also be manufactured by application of the 
method of the present invention. 
is Although source and drain regions made of N-type semiconductor were formed in the foregoing 
embodiments, source and drain regions made of P-type semiconductor may be formed instead. 

Further, the socr- - ss btrate used in the foregoing embodiments may be replaced by other 
glass substrates, e.g. boro-silicate glass substrates, plastic substrates, semiconductor substrates, and 
conductor substrates. 

20 

Claims 

1. A method of forming an oxide film comprising the step of: 

depositing an oxide film on a surface to be coated by sputtering a target in an atmosphere 
25 comprising an oxidizing gas and an inert gas at a volume ratio (said » 
1.0 or more. 

2. The method of claim 1 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 
30 3. The method of claim 1 wherein said inert gas comprises argon. 

4. The method of claim 1 wherein said surface is a surface of a glass. 

5. The method of claim 1 wherein said surface is a surface of a conductor. 

35 

6. The method of claim 1 wherein said surface is a surface of a semiconductor. 

7. The method of claim 1 wherein said surface is a surface of a plastic. 

40 a The method of claim 1 wherein said depositing steo is carried out at a temperature not higher than 
300° C, 

9. A method of forming an oxide film comprising the step of: 

depositing an oxide film on a surface to be coated by sputtering a target in an atmosphere 
45 consisting of an oxidizing gas. 

10. The method of claim 9 wher i t jxygen, ozone, or nitrous >xic 

11. The method of cialm 9 wherein said depositing step is carried out at a temperature not higher than 
50 300" C. 

12. The method c f c e d atmosphere Is a 100°/l ■ lizing gas atmosphere. 

13. A method of forming a field effect transistor comprising the step of: 

55 depositing a gate oxide film on a semiconductor by sputtering a target in an atmosphere 

comprising an oxic izing jas and an .nert yas at a volume ratio tsac oxid _ x i gas} of 

1 .0 or more. 



11 
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14. The method of claim 13 further comprising the step of annealing said gate oxide film by laser radiation. 

15. The method of claim 13 further comprising the step of annealing said gate oxide film by radiation of 
laser pulses. 

5 

16. The method of claim 13 wherein said semiconductor is formed on a glass substrate. 

17. The method of claim 13 wherein sa ie ' ig step is carried out at a temperature not higher than 
300 °C. 

10 

18. A method of forming a field effect transistor comprising the step of: 

depositing a gate oxide film on a semiconductor by sputtering a target in an atmosphere consisting 
of an oxidizing gas. 

T5 19. The method of claim 18 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 

20, The method of claim 18 wherein said depositing step is carried out at a temperature not higher than 
300* C. 

so 21. The method of claim 18 wherein said atmosphere is a 100% oxidizing gas atmosphere. 

22. A method of forming a thin film transistor comprising the steps of: 

epositing intrinsl i i I ^ ir c 

forming source and drain regions comprising p-type or n-type semiconductor on said substrate; 
25 depositing an oxide fiim on said semiconductor islands by sputtering a target in an atmosphere 

comprising an oxidizing gas and an inert gas at a volume ratio (said oxidizing gas)/(said inert gas) of 
1 .0 or more. 

23. The method of claim 22 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 

30 

24. The method of claim 22 wherein said Inert gas comprises argon. 

25. The method of claim 22 further comprising the step of radiating said oxide film with an excimer laser 
beam. 

35 

26. The method of claim 22 further comprising the step of annealing said oxide fiim and said semiconduc- 
tor Islands by radiating said oxide film with an excimer laser beam. 

27. The method of claim 22 wherein said oxide film depositing step is carried out at temperature not higher 
40 than 300 " C. 

28. A method of forming a thin film transistor comprising the steps of: 

depositing intrinsic semiconductor islands on a glass substrate; 

forming source and drain regions comprising p-type or n-type semiconductor on said substrate; 
45 depositing an oxide film on said semiconductor islands by sputtering a target in an atmosphere 

consisting of an oxidizing gas. 

29. The method of claim 28 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 

so 30. The method of claim 28 wherein said oxide film depositing step is carried out at a temperature not 
higher than 300° C. 

31. The method of claim 28 wherein said atmosphere is a 100% oxidizing gas atmosphere, 

55 32. A method of forming an oxide fiim comprising the step of: 

depositing an oxide film on a surface to be coated by sputtering a target in an atmosphere 
comprising an oxidizing gas, an inert gas, and a halogen containing gas at a volume ratio (said 
oxidiz ng gas + s? - e g gas)/(said inert gas) of 1.0 or more. 

12 
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33. The method o* els zing gas comprises oxygen, ozone, or nitrous oxide. 

34, The method of claim 32 wh id i i ses argon. 

5 35. The method of claim 32 wherein said surface is a surface of glass substrate. 

36. The method of claim 32 wherein said surface is a surface o! a plastic. 

37. The method of claim 32 wherein said surface is a surface of a conductor. 

10 

38. The method of claim 32 wherein said surface is a surface of a semiconductor. 

39. The method of claim 32 wherein said depositing step is carried out ai a temperature not higher than 
300° C. 

15 

40. The method of claim 32 wherein said depositing step is carried out at a volume ratio (said halogen 
containing gas |/(said J Idizing gas) of 0.2 or less. 

41. The method of claim 32 wherein said halogen containing gas comprises NF 3 , N 2 F», HF, F*, fleon, CCIt, 
20 Cl 2 , or HCI. 

42. A method of forming an oxide film comprising the step of: 

depositing an oxide film on a surface to be coated by sputtering a target in an atmosphere 
comprising an oxidizing gas and a halogen containing gas at a volume ratio (said halogen co 
25 gas)/(said oxidizing gas) of 0.2 or less. 

43. The method of claim 42 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 

44. The method of claim 42 wherein said surface is a surface of a glass substrate. 

30 

45. The method of claim 42 wherein said surface is a surface of a plastic. 

46. The method of claim 42 wherein said surface is a surface of a conductor. 

35 47. The method of claim 42 wherein said surface is a surface of a semiconductor. 

48, The method of claim 42 wherein said halogen containing gas comprises NF 3 , N2F4, HF, F 2 , fleon, CCU, 
CI2, or HCI. 

40 49. The method of claim 42 wherein said depositing step is carried out at a temperature not higher than 
300' C. 

50. A method of forming a field effect transistor comprising the step of: 

depositing a gate oxide film on a semiconductor by sputtering a target in an atmosphere 
45 comprising an oxidizing gas, an inert gas, and a halogen containing gas at a volume ratio (said 
oxidizing gas + said halogen containing gas)/(said inert gas) of 1.0 or more. 

51. The method 0? claim 50 further comprising the step of annealing said gate oxide film by laser radiation. 

so 52, The method of claim 50 further comprising the step of annealing said gate oxide film by radiation of 
laser pulses. 

53, The method of claim 50 wherein said semiconductor is formed on a glass substrate. 

55 54. The method of claim 50 wherein said depositing step is carried out at a volume ratio {said halogen 
contair as) of 0 2 or less. 

55, The method of claim 50 wherein said halogen containing gas comprises NF 3 , IM2F4, HT, F 2 , fleon, CCU, 
13 
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Cl 2 , or HCI. 

56, The method of claim 50 wherein said depositing step is carried out at a temperature not higher than 
300° C. 

5 

57. A method of forming a field effect transistor comprising the step of: 

depositing a gate oxide film on a surface to be coated by sputtering a target in an atmosphere 
comprising an oxidizing gas, an inert gas, and a halogen containing gas at a volume ratio (said 
oxidizing gas + said halogen containing \i sa — t gas; of 1.0 or more. 

ro 

§8. The method of claim 57 further comprising the step of forming a semiconductor on said gate oxide film. 

59. The method of claim 57 further comprising the step of annealing said gate oxide film by laser radiation, 

?s 60. The method of claim 57 further comprising the step of annealing said gate oxide film by radiation of 
laser pulses. 

61. The method of claim 57 wherein said surface is a surface of a glass substrate. 

20 62. The method of claim 57 wherein said depositing step is carried out at a volume ratio (said halogen 
containing gas}/(said oxidizing gas) of 0.2 or less. 

63. The method of claim 57 wherein said halogen containing gas comprises NFa, N2F4, HF, F z , fleon, CCU, 
Cl 2 , or HCi. 

25 

64. The method of claim 57 wherein said depositing step is carried out at a temperature not higher than 
300 'C. 

65. A method of forming a thin film transistor comprising the steps of: 
30 depositing intrinsic semiconductor islands on a glass substrate; 

forming source and drain regions comprising p-type or n-type semiconductor on said substrate; 

depositing an oxide film on said semiconductor islands by sputtering a target in an atmosphere 
comprising an oxidizing gas, an Inert gas, and a halogen containing gas at a volume ratio (said 
oxidizing gas + said halogen containing gas)/(said inert gas) or 1 .0 or more. 

35 

66. The method of claim 65 wherein said oxidizing gas comprises oxygen, ozone, or nitrous oxide. 

67. The method of claim 65 wherein said inert gas comprises argon. 

40 68. The method of claim 65 further comprising the step of annealing said oxide film and said semiconduc- 
tor islands by radiating said oxide film with an excimer laser beam. 

69. The method of claim 65 wherein said depositing step is carried out at a volume ratio (said halogen 
containing gas)/(said oxidizing gas) of 0.2 or less. 

70. The method of claim 65 wherein said halogen containing gas comprises NF 3 , N 2 F*, HF, F 2 , fleon, CCU, 
Ci 2 , or HCI. 

71. The method of claim 65 wherein said oxide film depositing step is carried out at a temperature not 
so higher than 300* C. 
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FIG. 1(A) 



FIG. 1(B) 
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FIG. 5(A") 
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